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ABSTRACT OF THE DISCLOSURE 


In a method for manufacturing an ink- jet print head in which 
ink channels are formed on a member including a piezoelectric 
body, and ink is jetted from each of the ink channels by- 
applying a voltage to electrodes provided on the 
piezoelectric body according to each of the ink channels, 
thereby driving the piezoelectric body, the method includes 
the steps of: plating a surface of a channel plate having a 
plurality of grooves for the ink channels thereby forming a 
thin-film plating layer which is thinner than a desired 
thickness; removing a part of the thin- film plating layer by 
a laser beam; and plating again the channel plate thereby 
forming an additional plating layer on the thin-film plating 
which has not been removed by the laser beam, and thereby 
forming the electrodes of the desired thickness. 


